CLAIMS 

1. A resin composition containing an alicyclic 
structure-containing polymer and a hindered amine compound, 
wherein 

5 said hindered amine compound has (1) a 400 nm light 

transmittance measured by a 10 mm light path cell in a 5 wt% 
chloroform solution of 90% or more and (2) a molecular weight 
* of 1500 or more, 

2. The resin composition as set forth in claim 1, 
10 wherein said hindered amine compound is a polymer. 

3. The resin composition as set forth in claim 2, 
wherein said polymer is 

poly [ { 6- (If 1, 3, 3-tetramethylbutyl) amino- 

1, 3/ 5-triazine-2, 4-diyl} { (2, 2, 6, 6-tetramethyl-4-piperidy 
• 15 1) imino}hexamethylene { (2,2, 6, 6-tetramethyl-4~piperidyl) 
imino } ] . 

4. The resin composition as set forth in any one of 
claims 1 to 3, wherein the content of said hindered amine 
compound is 0.01 to 1.5 parts by weight with respect to 100 

20 parts by weight of said alicyclic structure-containing 
polymer. 

5. A resin composition as set forth in claim 1, further 
containing another polymer ingredient with a metal content 
of SOppmor less, the content of said other polymer ingredient 

25 being 0.05 to 70 parts by weight with respect to 100 parts 



by weight of said alicyclic structure-containing polymer . 

6- A transparent shaped article comprised of a resin 
composition as set forth in any one of claims 1 to 5. 

7* The transparent shaped article as set forth in 
claim 6, used for a device using a blue laser. 
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